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Description 

FIELD OF THE INVENTION 

[0001] The present invention relates generally to an opaque image- recording element and, more particularly, the 
present invention relates to a recording element for an automated printing assembly such as a computer-driven ink- 
jet printer having excellent ink-receiving properties. 

BACKGROUND OF THE INVENTION 

[0002] In a typical ink-jet recording or printing system, ink droplets are ejected from a nozzle at high speed towards 
a recording element or medium to produce an image on the medium. The ink droplets, or recording liquid, generally 
comprise a recording agent, such as a dye, and a large amount of solvent in order to prevent clogging of the nozzle. 
The solvent, or carrier liquid, typically is made up of water, an organic material such as a monohydnc alcohol or a 
15 polyhydric alcohol or a mixed solvent of water and other water miscible solvents such as a monohydrb alcohol or a 
polyhydric alcohol. 

[0003] The recording elements or media typically comprise a substrate or a support material having on at least one 
surface thereof an ink-receiving or image-forming layer. The elements include those intended for reflection viewing, 
which usually have an opaque support, and those intended for viewing by transmitted light, which usually have a 
20 transparent support. 

[0004] While a wide variety of different types of image-recording elements have been proposed heretofore, there 
are many unsolved problems in the art and many deficiencies in the known products which have severely limited their 
commercial usefulness. The requirements for an image-recording medium or element for ink-jet recording are very 
demanding. For example, the recording element must be capable of absorbing or receiving large amounts of ink applied 
25 to the image-forming surface of the element as rapidly as possible in order to produce recorded images having high 
optical density and good color gamut. 

[0005] One example of an opaque image-recording element is described in U.S. Patent No. 5,326,391 . It consists 
of a layer of a microporous material which comprises a matrix consisting essentially of a substantially water-insoluble 
thermoplastic organic polymer, such as a linear ultra-high molecular weight polyethylene, a large proportion of finely 

30 divided water-insoluble filler of which at least about 50 percent by weight is siliceous and interconnecting pores. The 
porous nature of the image- recording element disclosed in U.S. Patent No. 5,326,391 allows inks to penetrate the 
surface of the element to produce text and/or graphic images. However, the cost of producing these elements is rela- 
tively high. Also, the image density has been found to be of poor quality, i.e., the images have low optical densities 
and poor color gamut. U.S. Patent No. 5,605,750 has already addressed the latter shortcomings of image density and 

35 color gamut via the application of an upper image-forming layer. This upper image forming layer is a porous, pseudo- 
boehmite having average pore radius of from 1 0 to 80 A. However, the high manufacturing cost of the article to form 
the absorbent layer is not solved in U.S. Patent No. 5,605,750. This is due to the requirements for the porous substrate 
as described in U.S. Patent No. 5,326,391 . Thus, it can be seen that a need still exists in the art for the provision of 
an opaque image- recording element suitable for use in an ink-jet printer, which is capable of recording images (including 

40 color images) having fast dry times, high optical densities and good color gamut, but which is capable of being man- 
ufactured at a relatively low manufacturing cost. It is towards fulfilling this need that the present invention is directed. 

PROBLEM TO BE SOLVED BY THE INVENTION 
45 [0006] There remains a need for an image-receiving member that has rapid absorption of ink and relatively low cost. 
SUMMARY OF THE INVENTION 

[0007] It is an object of the invention to overcome disadvantages of prior imaging supports. 
so [0008] It is another object of the invention to produce imaging supports that have short dry time for inks. 

[0009] It is a further object of the invention to provide imaging supports that are dimensionally stable and low in cost. 
[001 0] These and other objects of the invention are accomplished by an imaging support comprising a base polyester 
layer and an ink permeable upper layer, said upper layer comprising of a continuous polyester phase having an ink 
absorbency rate resulting in a dry time of less than 1 0 seconds and a total absorbent capacity of at least 1 4.0 cm /m . 



55 



ADVANTAGEOUS EFFECT OF THE INVENTION 

[001 1] It is an object of the invention to provide an imaging member that has a high absorptive capacity for ink and 
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is relatively low in cost. 

DETAILED DESCRIPTION OF THE INVENTION 

5 [001 2] The invention has numerous advantages over prior practices in the art. The imaging members of the invention 
may be made on readily available polyester film formation machines. The members of the invention preferably are 
made in one step with the permeable layer and the bottom base layer being coextruded, stretched, and integrally 
connected during formation. The imaging members are low in cost as the one step formation process leads to low 
manufacturing cost. The imaging members of the invention have rapid absorption of ink, as well as high absorbent 

10 capacity, which allows rapid printing and short dry time. Short dry time is advantageous, as the prints are less likely to 
smudge and have higher image quality as the inks do not coalesce prior to drying. The imaging members of the invention 
have the look and feel of paper, which is desirable to the consumer. The imaging members of the invention have a 
desirable surface look without pearlescence and present a smooth desirable image. The imaging member of the in- 
vention further is weather resistant and resistant to curling under differing humidity conditions. The imaging members 

is of the invention further have high resistance to tearing and deformation. These and other advantages will be apparent 
from the detailed description below. 

[001 3] The term as used herein, "top", means the side or toward the side of the permeable polyester layer. The terms 
"bottom" and "base" mean the side or toward the side of the base polyester. 

[0014] The layers of the coextruded polyester sheet of this invention have levels of voiding, thickness, and smooth- 
20 ness adjusted to provide optimum ink absorbency, stiffness, and gloss properties. The polyester sheet has a voided 
layer to efficiently absorb the printed inks commonly applied to ink-jet imaging supports without the need of multiple 
processing steps and multiple coated layers. The coextruded polyester base of the invention contains a polyester layer 
to provide stiffness to the imaging support of the invention and to provide physical integrity to the highly voided absorbing 
layer. The thickness of the base layer is chosen to cause the total imaging support thickness to be 50 to 500 |im 
25 depending on the required stiffness of the film. However, the thickness of the top layer is adjusted to the total absorbent 
capacity of the medium. A thickness of at least 28.0 ujti is needed to achieve a total absorbency of 14 cm 3 /m 2 . The 
rate at which inks are absorbed into the permeable layer is critical as discussed hereinbefore. The voiding should be 
such that the voids are interconnected or open-celled. This type of structure enhances ink absorption rate by enabling 
capillary action to occur. The sheet of the described invention has a permeable layer with an absorbing rate resulting 
30 in a dry time of less than 1 0 seconds. 

[0015] Dry time is measured by printing a color line on the side of the top layer with an ink-jet printer at a laydown 
of approximately 15 cm 3 /m 2 utilizing inks of the following formulation: 



Ink 


Water 


2- Pyrrol idone 


Diethylene Glycol 


1 ,5 Pentadiol 


EHMP 


Dyes 


Cyan 


76% 


6% 


ND 


8.6% 


7.7% 


1.7% 


Magenta 


75% 


7.8% 


ND 


8.5% 


7.5% 


1 .2% 


Yellow 


81% 


4.2% 


4.3% 


ND 


8.2% 


1 .3% 



40 

Where: EHMP = 2-ethyl-2-(hydroxymethyl)-1,3-propanediol 

This was accomplished utilizing an HP 722 ink-jet printer using standard HP dyebased ink cartridge (HP ti C1823A) 
with the printed lines running in the direction of the sheet as it is conveyed through the printer. Dry time is measured 
by superposing a fresh printing paper on top of the printed line pattern immediately after printing and pressing the 
45 papers together with a roller press. If a particular printed line transfers to the surface of the fresh paper, its transferred 
length L could be used for estimating the dry time to using a known linear transport speed S for the printer based on 
the formula 



50 




In a preferred embodiment of the invention, the ink absorbency rate results in a measured dry time of less than 1 
second. The thickness of the voided layer should be such as to enable at least 14.0 cm 3 of ink to be absorbed per 1 
m 2 . The actual thickness can be determined by using the formula t = 14. OA/ where v is the void volume fraction defined 
as the ratio of voided thickness minus unvoided thickness to the voided thickness. The unvoided thickness is defined 
as the thickness that would be expected had no voiding occurred. 

[0016] The polyester utilized in the top layer should have a glass transition temperature between about 50°C and 
150°C, preferably 60-1 00°C, should be stretchable, and have an inherent viscosity of at least 0.50, preferably.6 to 0.9 
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dl/g. Suitable polyesters include those produced from aromatic, aliphatic, or cyc.oahphat.c dl ™^cj^ ** ™ 
caLn atoms and aliphatic or alicyclic glycols having from 2-24 carbon atoms. Examples of suitab e 
include terephthalic, isophthalic, phthalic, naphthalene dicarboxylic acid, sucamc, glutanc ad.p.c ^' c ^ e ° ac '^ 
fumar.c maleic itaconic 1 4-cyclohexane-dicarboxylic, sodiosulfoisophthalic, and m.xtures thereof. Examples of surt- 

5 ^^^Te^enelyoo, propylene glycol, butanedio., pentanediol, hexanedio,. IJ^JJJ^ 
anol, diethy.ene glycol, other polyethylene glycols and mixtures the»of Such Pf^™^^£^JZ% 
may be produced by wellknown techniques, e.g., those described in U.S. Patents 2,465^1 9 and 
continuous matrix polymers are those having repeat units from terephthalic acid or na P htha ' ene ^ ca *°" y l C ,^;^ 
aUeast one g.yco' selected from ethylene glycol, 1,4-butanediol, and ^ clohexa ^ 

10 terephthalate). which may be modified by small amounts of other monomers, ,s espeaally preferred. ™ter»«tabte 
polyesters include liquid crystal copo.yesters formed by the inclusion of a suitable ^^^^^ 
such as stilbene dicarboxylic acid. Examples of such liquid crystal copolyesters are those d.sclosed ,n U.S. Patent 

Nos 4 420 607; 4.459,402; and 4,468,510. . 

[0017]' The base layer is substantially impermeable. In its preferred embodiment this base layer is compnsed of poly 

is (ethvlene terephthalate) and its copolymers, which are lowest in cost and readily available. 

Sr SuSe particles for the microbeads used for void generation in the permeable layer ^^S^ 
L ei her commercially available inorganic fillers or polymerizable organic materials. The ^ r^JJJ 
preferabty in the range of 0.01 to 10 ». Typical inorganic materials are silica, alum.na ca.cum c **™l **T Too* 
sulfate. Typical polymeric organic materials are polystyrenes, polyamides, fluoro polymers, polycarbonates, or poly- 

20 [M19)' Preferred polymers are cross-linked and are selected from the group consisting of an alkenyl aromatic com- 
pound having the general formula 
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R 
I 

Ar-C-CH 2 



wherein Ar represents an aromatic hydrocarbon moiety, or an aromatic halohydrocarbon moiety of the benzene series 
and R is hydrogen or methyl moiety; acrylate-type monomers including monomers of the formula 



R'OR 

I I 

CH2=C-C=0 



wherein R is selected from the group consisting of hydrogen and an alkyl moiety containing from about 1 to 12 carbon 
moms and VSSL* from the group consisting of hydrogen and methyl; copolymers of vinyl ch.onde and vmyhdene 
chloride, acrylonitrile and vinyl chloride, vinyl bromide, vinyl esters having the formula 



R 
I 

CH2=CH-0-C=0 



wherein R is an alkyl group containing from 2 to 1 8 carbon atoms; acrylic acid, methacrylic acid, itaconic ac.d, crtracomc 
r c Tma?er^umaric acid, oleic acid, vinyibenzoic acid; the synthetic polyester resins whrch are p^tj 
Sac ing terephthalic acid and dia.kyl terephthalics or ester-forming derivatives thereof wrth a glycol 
CH,) OH wherein n is a whole number within the range of 2-1 0 and having reactive olef.mc l.nkages w.th.n the polymer 
m^ the hereinabove described polyesters which include copolymerized therein up to 20 J*^*** * « 

second acid or ester thereof having reactive o.efinic unsaturate and mixtures thereof, and a cross -link ng agen se- 
ated from the group consisting of divinyl-benzene, diethylene glycol dimethacrylate, o.allyl fumarate, d.a.lyl phthalate, 

[OMOrExarSe^^ monomers for making the cross-linked polymer microbeads include styrene, butyl acr- 
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ylate : acrylamide, acrylonitrile, methyl methacrylate, ethylene glycol dimethacrylate, vinyl pyridine, vinyl acetate, methyl 
acrylate : vinylbenzyl chloride, vinylidene chloride, acrylic acid, divinylbenzene, arylamidomethyt-propane sulfonic acid, 
vinyl toluene, etc. Preferably, the cross-linked polymer is polystyrene or poly(methyl meth aery late). Most preferably, it 
is polystyrene, and the cross-linking agent is divinylbenzene. 

[0021] Processes well known in the art yield nonuniformly sized particles, characterized by broad particle size dis- 
tributions. The resulting beads can be classified by screening to produce beads spanning the range of the original 
distribution of sizes. Other processes such as suspension polymerization and limited coalescence directly yield very 
uniformly sized particles. Suitable slip agents or lubricants include colloidal silica, colloidal alumina, and metal oxides 
such as tin oxide and aluminum oxide. The preferred slip agents are colloidal silica and alumina, most preferably, silica. 
The cross-linked polymer having a coating of slip agent may be prepared by procedures well known in the art. For 
example, conventional suspension polymerization processes wherein the slip agent is added to the suspension is 
preferred. As the slip agent, colloidal silica is preferred. 

[0022] It is preferred to use the "limited coalescence" technique for producing the coated, cross-linked polymer mi- 
crobeads. This process is described in detail in U.S. Patent No. 3,615,972. Preparation of the coated microbeads for 
use in the present invention does not utilize a blowing agent as described in this patent, however. 
[0023] The following general procedure may be utilized in a limited coalescence technique: 

1 . The polymerizable liquid is dispersed within an aqueous nonsoivent liquid medium to form a dispersion of droplets 
having sizes not larger than the size desired for the polymer globules, whereupon 

2. The dispersion is allowed to rest and to reside with only mild or no agitation for a time during which a limited 
coalescence of the dispersed droplets takes place with the formation of a lesser number of larger droplets, such 
coalescence being limited due to the composition of the suspending medium, the size of the dispersed droplets 
thereby becoming remarkably uniform and of a desired magnitude, and 

3. The uniform droplet dispersion is then stabilized by addition of thickening agents to the aqueous suspending 
medium, whereby the uniform-sized dispersed droplets are further protected against coalescence and are also 
retarded from concentrating in the dispersion due to difference in density of the disperse phase and continuous 
phase, and 

4. The polymerizable liquid or oil phase in such stabilized dispersion is subjected to polymerization conditions and 
polymerized, whereby globules of polymer are obtained having spheroidal shape and remarkably uniform and 
desired size, which size is predetermined principally by the composition of the initial aqueous liquid suspending 
medium. 

[0024] The diameter of the droplets of polymerizable liquid and, hence, the diameter of the beads of polymer can 
be varied predictably, by deliberate variation of the composition of the aqueous liquid dispersion, within the range of 
from about one-half of a jam or less to about 0.5 centimeter. For any specific operation, the range of diameters of the 
droplets of liquid and, hence, of polymer beads, has a factor in the order of three or less as contrasted to factors of 10 
or more for diameters of droplets and beads prepared by usual suspension polymerization methods employing critical 
agitation procedures. Since the bead size, e.g., diameter, in the present method is determined principally by the com- 
position of the aqueous dispersion, the mechanical conditions, such as the degree of agitation, the size and design of 
the apparatus used, and the scale of operation are not highly critical. Furthermore, by employing the same composition, 
the operations can be repeated, or the scale of operations can be changed, and substantially the same results can be 
obtained. 

[O025] The present bead-formation method is carried out by dispersing one part by volume of a polymerizable liquid 
into at least 0.5, preferably from 0.5 to about 1 0 or more, parts by volume of a nonsoivent aqueous medium comprising 
water and at least the first of the following ingredients: 

1 . A water-dispersible, water-insoluble solid colloid, the particles of which, in aqueous dispersion, have dimensions 
in the order of from about 0.008 to about 50 vm, which particles tend to gather at the liquid-liquid interface or are 
caused to do so by the presence of 

2. A water-soluble "promotor" that affects the "hydrophilic-hydrophobic balance" of the solid colloid particles; and/or 

3. An electrolyte; and/or 

4. Colloid-active modifiers such as peptizing agents, surface-active agents and the like; and usually, 

5. A water-soluble, monomer-insoluble inhibitor of polymerization. 

[0026] The water-dispersible, water-insoluble solid colloids can be inorganic materials such as metal salts or hydrox- 
ides or clays, or can be organic materials such as raw starches, sulfonated cross-linked organic high polymers, resinous 
polymers, and the like. 

[0027] The solid colloidal material must be insoluble but dispersible in water and both insoluble and nondispersible 
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to the liquid-liquid interface. This phenomenon is well known in the emuls.on art, and .s here applied 

particles, as an expanded of adjusting the "hydrophilic- W^ 0 ** ™™ C * fof s0 , jd co „ oid ano als0 for , he oil 

promoted by the presence of negatively charged organ.c promoters such .as ^wat ersolub .e s J y * 

agents, sensitizers, surface active agents «d I the water-soluble, oil-insoluble 

T00331 It is somet mes desirable to add to the aqueous nquiad iew pan K ^^t,* Hiffu^ into the 

^r™:eTdS». e g., b, a 9te „on. * no, «ca, excep, that ». o, «. d««d .qui, drop,** 
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must be no larger, and is preferably much smaller, than the stable droplet size expected and desired in the stable 
dispersion. When such condition has been attained, the resulting dispersion is allowed to rest with only mild, gentle 
movement, if any ; and preferably without agitation. Under such quiescent conditions., the dispersed liquid phase un- 
dergoes a limited degree of coalescence. 

5 [0036] "Limited coalescence" is a phenomenon wherein droplets of liquid dispersed in certain aqueous suspending 
media coalesce, with formation of a lesser number of larger droplets, until the growing droplets reach a certain critical 
and limiting size, whereupon coalescence substantially ceases. The resulting droplets of dispersed liquid, which can 
be as large as 0.3 and sometimes 0.5 centimeter in diameter, are quite stable as regards further coalescence and are 
remarkably uniform in size. If such a large droplet dispersion be vigorously agitated, the droplets are fragmented into 

10 smaller droplets. The fragmented droplets, upon quiescent standing, again coalesce to the same limited degree and 
form the same uniform-sized, large droplet, stable dispersion . Thus, a dispersion resulting from the limited coalescence 
comprises droplets of substantially uniform diameter that are stable in respect to further coalescence. 
[0037] The principles underlying this phenomenon have now been adapted to cause the occurrence of limited coa- 
lescence in a deliberate and predictable manner in the preparation of dispersions of polymerizable liquids in the form 

15 of droplets of uniform and desired size. 

[0038] In the phenomenon of limited coalescence, the small particles ot solid colloid tend to collect with the aqueous 
liquid at the liquid-liquid interface, i.e., on the surface of the oil droplets. It is thought that droplets which are substantially 
covered by such solid colloid are stable to coalescence while droplets which are not so covered are not stable. In a 
given dispersion of a polymerizable liquid the total surface area of the droplets is a function of the total volume of the 

20 liquid and the diameter of the droplets. Similarly, the total surface area barely coverable by the solid colloid, e.g.. in a 
layer one particle thick, is a function of the amount of the colloid and the dimensions of the particles thereof. In the 
dispersion as initially prepared, e.g., by agitation, the total surface area of the polymerizable liquid droplets is greater 
than can be covered by the solid colloid. Under quiescent conditions, the unstable droplets begin to coalesce. The 
coalescence results in a decrease in the number of oil droplets and a decrease in the total surface area thereof up to 

25 a point at which the amount of colloidal solid is barely sufficient substantially to cover the total surface of the oil droplets, 
whereupon coalescence substantially ceases. 

[0039] If the solid colloidal particles do not have nearly identical dimensions, the average effective dimension can 
be estimated by statistical methods. For example, the average effective diameter of spherical particles can be computed 
as the square root of the average of the squares of the actual diameters of the particles in a representative sample. 
30 [0040] It is usually beneficial to treat the uniform droplet suspension prepared as described above to render the 
suspension stable against congregation of the oil droplets. 

[0041] This further stabilization is accomplished by gently admixing with the uniform droplet dispersion an agent 
capable of greatly increasing the viscosity of the aqueous liquid. For this purpose, there may be used any water-soluble 
or water-dispersible thickening agent that is insoluble in the oil droplets and that does not remove the layer of solid 

35 colloidal particles covering the surface of the oil droplets at the oil-water interface. Examples of suitable thickening 
agents are sulfonated polystyrene (water-dispersible, thickening grade), hydrophilic clays such as Bentonite, digested 
starch, natural gums, carboxy-substituted cellulose ethers, and the like. Often the thickening agent is selected and 
employed in such quantities as to form a thixotropic gel in which are suspended the uniform-sized droplets of the oil. 
In other words, the thickened liquid generally should be non-Newtonian in its fluid behavior, i.e., of such a nature as 

40 to prevent rapid movement of the dispersed droplets within the aqueous liquid by the action of gravitational force due 
to the difference in density of the phases. The stress exerted on the surrounding medium by a suspended droplet is 
not sufficient to cause rapid movement of the droplet within such non-Newtonian media. Usually, the thickener agents 
are employed in such proportions relative to the aqueous liquid that the apparent viscosity of the thickened aqueous 
liquid is in the order of at least 500 centipoises (usually determined by means of a Brookfield viscosimeter using the 

45 No. 2 spindle at 30 rpm.). The thickening agent is preferably prepared as a separate concentrated aqueous composition 
that is then carefully blended with the oil droplet dispersion. 

[0042] The resulting thickened dispersion is capable of being handled, e.g., passed through pipes, and can be sub- 
jected to polymerization conditions substantially without mechanical change in the size or shape of the dispersed oil 
droplets. 

so [0043] The resulting dispersions are particularly well suited for use in continuous polymerization procedures that can 
be carried out in coils, tubes, and elongated vessels adapted for continuously introducing the thickened dispersions 
into one end and for continuously withdrawing the mass of polymer beads from the other end. The polymerization step 
is also practiced in batch manner. 

[0044] The order of the addition of the constituents to the polymerization usually is not critical, but beneficially it is 
55 more convenient to add to a vessel the water, dispersing agent, and incorporated the oil-soluble catalyst to the monomer 
mixture, and subsequently add with agitation the monomer phase to the water phase. 

[0045] The following is an example illustrating a procedure for preparing the cross-linked polymeric microbeads 
coated with slip agent. In this example, the polymer is polystyrene cross-linked with divinylbenzene. The microbeads 
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have a coating of silica. The microbeads are prepared by a procedure in which monomer 

phase), 250 g polymethylaminoe.hanol adipate <P«™*^^ (55% actK,e 

silica sold by DuPont). A monomer phase is prepared by combining 331 7 g styrene ; g aivi y v 

hanXenranLlvin^zen, can be need In similar suspension po.ymsriza.ion piocaesee known ,n lha an. Also, 
r^atcn an, pJL- may be naad as Known In ^^*»^^IS 1 S Z££ 

ST^onnally. In, me polyme, ,. have au.au. pbyslea, propnnles aucb as nMkncy. ma J#> 

T^Tiobeada a,e ,..e„.d ,o herein as baving a cnarinp o. a "ajip agenr By ** .anw . M. 

K Ud ri^;^rX~e1 el.fca re _. Pa, „a m p,e. ,ba ,a„ow,n g ra.lea p,od~e ,ba 
indicated size microbead: 
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Microbead Size, p.m 


Monomer, Parts by Wt. 


Slip Agent (Silica) Parts by Wt. 


2 


10.4 


1 ! 


5 


27.0 


1 


20 


42.4 


1 
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[0049] Themicrobeadsofcross-linkedpolymerrangeinsize 

to cross-linking above the point of resiliency and elasticity of the microbeads. 

E lhe oStion el micovoided/sa.inlik. lib.,.. Bal.need m lc,eveid, a,e la,gely cncela, ,n the plane el 

crystallization kinetics, the size distribution of the microbeads, and the like. 
[0052] The film supports according to this invention are prepared by: 
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(a) forming a mixture of moften continuous matrix polymer and microbeads uniformly dispersed throughout the 
matrix polymer, the matrix polymer being as described hereinbefore, the microbeads being as described herein- 
before, 

(b) forming a two-layered sheet from the mixture by coextrusion of material in 

5 

(a) with a base polyester layer and casting said sheet on a chill roll, 

(c) orienting the cast sheet by stretching to form voids in the top layer at least partially bordering the microbeads 
on sides thereof in the direction, or directions of orientation. 

10 

[0053] The mixture may be formed by forming a melt of the matrix polymer and mixing therein the microbeads. When 
using microbeads of cross-linked polymer, it may be in the form of solid or semisolid microbeads. Due to the incom- 
patibility between the matrix polymer and cross-linked polymer, there is no attraction or adhesion between them, and 
they become uniformly dispersed in the matrix polymer upon mixing. 

15 [0054] After the microbeads are uniformly dispersed in the polymer matrix, the resin is used to form a layered film 
structure by the coextrusion process. Any one of the known techniques for coextruding cast polymer sheets can be 
employed. Such forming methods are well known in the art. Typical coextrusion technology is taught in W. J. Schrenk 
and T Alfrey, Jr, "Coextruded Multilayer Polymer Films and Sheets," Chapter 15, Polymer Blends, p. 129-165, 1978, 
Academic Press; and D. Djorjevic, "Coextrusion," Vol. 6, No. 2, 1992 Rapra Review Reports. It is important that the 

20 cast, laminated sheet be subsequently oriented by stretching, at least in one direction. Methods of unilaterally or bilat- 
erally orienting sheet or film material are well known in the art. Basically, such methods comprise stretching the sheet 
or film at least in the machine or longitudinal direction, after it is cast on a chill roll, by an amount of about 1 .5-4.5 times 
its original dimension. Such sheet or film may also be stretched in the transverse or cross-machine direction by appa- 
ratus and methods well known in the art, in amounts of generally 1.5-4.5 times the original dimension. Stretching to 

25 these ratios is necessary to sufficiently void the top layer and to achieve desired levels of thickness uniformity and 
mechanical performance. Such apparatus and methods are well known in the art and are described, for example, in 
U.S. Patent No. 3 : 903,234. 

[0055] The voids of the top layer, or void spaces referred to herein, surrounding the microbeads are formed as the 
continuous matrix polymer is stretched at a temperature above its Tg. The microbeads are relatively hard under said 

30 temperature compared to the continuous matrix polymer. Also, due to the incompatibility between the microbead and 
the matrix polymer the continuous matrix polymer slides over the microbeads as it is stretched, causing voids to be 
formed at the sides in the direction or directions of stretch, said voids elongate as the matrix polymer continues to be 
stretched. Thus, the final size and shape of the voids depend on the direction(s) and amount of stretching. If stretching 
is only in one direction, microvoids will form at the sides of the microbeads in the direction of stretching. If stretching 

35 is in two directions (bidirectional stretching), in effect such stretching has vector components extending radially from 
any given position to result in a doughnut-shaped void surrounding each microbead. 

[0056] The preferred stretching operation simultaneously opens the microvoids and orients the matrix material. The 
final product properties depend on and can be controlled by stretching time-temperature relationships and the type 
and degree of stretch. For maximum top layer porosity and texture, the stretching is done just above the glass transition 
40 temperature of the matrix polymer. If the glass transition temperature of the polymeric microbead is in the vicinity of 
the glass transition temperature of the matrix polymer, both phases would stretch together and porosity would decrease. 
If the beads are solid during the stretching step, the materials are pulled apart leading to the formation of voids at the 
interfacial regions between the phases. 

[0057] In general, void formation in the top layer occurs independent of, and does not require, crystalline formation 
45 in the matrix polymer. Porous opaque, microvoided films have been made in accordance with the methods of this 
invention using completely amorphous, noncrystallizing copolyesters as the matrix phase. Crystallizable/orientable 
(strain hardening) matrix materials are preferred for some properties like tensile strength and gas transmission barrier. 
On the other hand, amorphous matrix materials have special utility in other areas like tear resistance and heat seala- 
bility. The specific matrix composition can be tailored to meet many product needs. The complete range from crystalline 
50 to amorphous matrix polymers can be used in the practice of this invention. A preferred embodiment of the invention 
comprises polyethylene terephthalate or its copolymers as the continuous phase polyester of the top permeable layer, 
as these materials are generally lower in cost and have desirable mechanical properties. It is common to subject the 
stretched film to high temperature after the stretching steps to improve dimensional stability and mechanical perform- 
ance. This heat treatment step is known as heat setting. It should be noted though that if the top layer is amorphous, 
55 care should be taken during the conventional heat setting step to ensure that the voids formed during the stretching 
steps not be sealed through coalescence of the amorphous molten polymer, indeed, in case that the glass transition 
temperature of the amorphous matrix polymer in the top layer is considerably lower than the heat setting temperature, 
the heat setting step must be altogether eliminated or the heat setting temperature must be lowered closer to the glass 
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transition temperature of said polymer. 

[0058] The base layer can also be voided. However, the loading, of the microbeads in this layer should be less than 
25% by volume to assure closed pores and stretchability of the laminate. At this loading level a closed cell structure 
is formed as described heretofore, allowing the base layer to be biaxially oriented and providing support and mechanical 
5 integrity to the top permeable layer. 

[00591 The base layer can be filled with pigments. This would enable improvement in optical properties such as 
opacity Typical pigments are talc, calcium carbonate, clay, titanium dioxide, gypsum, and silica. Ti0 2 is preferred fol- 
low cost and whiteness. The base layer can include tints and optical brighteners. This is commonly done to control 

whiteness of imaging support. ... . 

10 [0060] The support as heretofore described can be coated on the top layer with an ink receiving layer commonly 
used which contains mordanting agents to hold the ink dyes close to the top surface of the support, sa.d ink receiving 
layer also containing UV absorbers and the like. Such layers are generally very thin and do not significantly reduce 
the absorbency rates of the support under said receiving layer. 

[00611 Another embodiment of the invention is to laminate the heretofore described support to a paper on the base 
is side of the support. In this embodiment the support heretofore described would comprise a thin base layer, as the 
paper would provide stiffness and a paper feel to the final laminated support. 

[00621 In another embodiment of the invention a third permeable layer comprising the same materials as the here- 
tofore described permeable layer is adjacent to the base layer on the opposite side of said first permeable layer. This 
layer could also be loaded to a level greater than 30% by volume and be ink permeable. It could be as thick as the top 
20 permeable layer to enable the same absorbing capacity or be thinner to lend a paper feel and have limited absorbing 
capacity The final use of such a support would dictate the actual thickness of the film structure. 
[0063] The following examples illustrate the practice of this invention. They are not intended to be exhaustive of all 
possible variations of the invention. Parts and percentages are by weight unless otherw.se indicated. 



25 EXAMPLES 



Example 1 



[0064] A two-layered film laminate comprising an impermeable base polyester layer and an absorbing top polyester 
30 layer is prepared in the following manner. The materials used in the preparation of the laminate are: 

11 a polyethylene terephthalate) (PET) resin (IV = 0.70 dl/g) for the base layer; 

2) a compounded blend consisting of 55% by weight PETG 6763 resin (IV = 0.73 dl/g) (an amorphous polyester 
resin available from Eastman Chemical Company) and 45% by weight cross-linked spherical polystyrene beads 

35 5 urn in dia (Norn.) for the top layer. The beads were prepared by the limited coalescence method described 

heretofore The beaded polystyrene was compounded with the PETG resin through mixing in a counter-rotat.ng 
twin screw extruder attached to a peptizing die. The resins were dried at 65°C and fed by two plasticat.ng screw 
extruders into a coextrusion die manifold to produce a two-layered melt stream which was rap.dly quenched on a 
chill roll after issuing from the die. By regulating the throughputs of the extruders, it was possible to adjust the 

40 thickness ratio of the layers in the cast laminate sheet. In this case, the thickness ratio of the two layers was 

adjusted at 1 :1 with the thickness of the absorbing layer being approx. 500 urn. The cast sheet was f.rst oriented 
in the machine direction by stretching at a ratio of 3.3 and a temperature of 110°C. 

[0065] The oriented sheet was then stretched in the transverse direction in a tenter frame at a ratio of 3.3 and a 
45 temperature of 1 00°C. In this example no heat setting treatment was applied. The final total film thickness was 100 
urn with the permeable layer being 50 u.m, and the layers within the film were fully integrated and strongly bonded. 
The stretching of the heterogeneous top layer created interconnected microvoids around the hard polystyrene beads, 
thus rendering this layer opaque (white) and highly porous and permeable. The PET base layer, however, was imper- 
meable and retained its natural clarity. The stretched film was then cut to fit a HP 722 printer and printed using cyan, 
so yellow magenta, and black stripes printed utilizing the inks set forth above in the drying time test. The printed image 
was sharp smudge-free without bleed and dye migration throughout the image, and the dry time was less than 1 
second The top layer had the feel of a paper surface. Dry time was measured by the method previously described. 



55 



Example 2 (Comparative) 

[0066] Same as Example 1 except that the composition of the top layer comprised of 36% (wt) polystyrene beads 
(5 pm dia. nom.) and 64% of PETG. The dry time for this film was >5 min, and the image smudged on contact imme- 
diately after printing, indicating a low number of interconnected pores.. 
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Example 3 

[0067] Same as Example 1 except that the polystyrene beads had a nom. dia. of 2 urn. As in Example 1 we obtained 
sharp, smudge-free images with a dry time of less than 1 second. 

Example 4 

[0068] Same as Example 1 except that the particulate filler was calcium carbonate (Albacar 5970 obtained from 
Specialty Minerals Inc.) with an average particle size of 1.9 pm Here, too, the film was white in appearance, and the 
printed images were sharp and smudge-free with a dry time of less than 1 second. 

Example 5 (Comparative) 

[0069] Same as Example 1 except that the thickness of the absorbing layer was reduced to 28 um. In this case the 
printed image suffered from severe bleed and the dry time was approx. 5 min, indicating the layer was too thin to absorb 
all of the printed ink. 

Claims 

1. An imaging support comprising a base polyester layer and an ink permeable upper polyester layer, said upper 
layer comprised of a continuous polyester phase having an ink absorbency rate resulting in a dry time of less than 
10 seconds and a total absorbent capacity of at least 14.0 cc/m 2 . 

2. The imaging support of Claim 1 wherein said base layer is substantially impermeable. 

3. The imaging support of Claims 1 or 2 wherein said base layer and said upper layer comprise an integral member. 

4. The imaging support of any of Claims 1 to 3 wherein said permeable upper layer has an absorbent capacity of at 
least 30.0 cc/m 2 . 

5. The imaging support of any of Claims 1 to 4 wherein said continuous phase polyester of said permeable upper 
layer comprises polyethylene terephthalate, polyethylene-1,4-cyclohexylenedimethylene terephthalate, or blends 
thereof. 

6. The imaging member of any of Claims 1 to 5 wherein the voiding agents for the permeable layer comprises polymers 
immiscible with the upper polyester layer. 

7. The imaging support of any of Claims 1 to 6 wherein said permeable upper layer has an ink absorbency rate 
resulting in a dry time of less than 1 second. 

8. The imaging member of any of Claims 1 to 7 further comprising a lower permeable layer adjacent to said base 
layer on the opposite side from said first permeable layer. 

9. The imaging support of any of Claims 1 to 8 wherein said support has a thickness between 50 and 250 urn. 

1 0. The imaging support of any of Claims 1 to 9 further comprising paper laminated to the lower side of said bottom layer. 
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